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NOVELTY - The mass-produced garment sections, for 
protective clothing, are of a 

woven fabric in a cross twil l weave 3/1, using 3 6% warps/cm 
and 28% wefts/cm. 

The composition of the warps and wefts is 41% viscose, 30- 
41% me taar amide, 

17-29% paramide and 1% polyamide with a carbon core. The 

yarns are in a double 

twist, with a count number of 40/2. 

DETAILED DESCRIPTION - The double twist 40/2 yarn has one 
thread in a yarn 

count of 50/1 composed of 65% viscose, 24% metaaramide, 30% 
paramide and 2% 

polyamide with a carbon core. The other thread, with a 
yarn count of 3 0/1, is 

composed of 65% viscose, 24% metaaramide, 11% paramide and 
0.7% polyamide with 

a carbon core. They are twisted together to give a yarn 
composed of 40% 

viscose FR, 40% metaaramide, 18% paramide and 1.2% 
polyamide with a carbon 

core. Or the double twist 40/2 yarn can have one thread of 
100% paramide and 

the second thread is composed of 65% viscose, 24% 
metaaramide, 11% paramide and 

0.7% polyamide with a carbon core, to give a yarn composed 
of 41% viscose, 44% 

paramide, 15% metaaramide and 0.5% polyamide with a carbon 
core . 

USE - The clothing is for protection against heat, flames, 

electric arc 

effects, and the like. 

ADVANTAGE - The fabric gives the wearer a high protection 
against attack by 

flame, heat and sharp edges, and is comfortable to wear. 
It can be washed 

repeatedly without loss of its characteristics. 
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